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quantities of the ingredients
in        mode^ have not been-ascertained,,
17.                 of                .
exposed 15 grains of filings            with as much sulphur to a
sufficient to expel the uncombined sulphur.-The increase of weight        28 per cent, the palladium: when exposed afresh         sulphur . to heat, no addition was           to the weight.
Vauquelin heated 100 parts of the triple salt of palladium with an equal weight of sulphur^ and obtained 52 parts of abloeish white sulphuret, very liard$ and when broken exhibiting brilliant plates in its fracture; had previously found that 100 salt contained 40 to 42 of metal: hence 100 metal combined with from 24 to  30 of sulphur. agrees nearly with the above results of Berze* lies*    A very high degree of heat expels the sulphur and oxidizes the metal; but^a more moderate heat leaves the palladium of a. silver white colour and nearly pure.    According to this the atom of protosuiphuret of must consist of 50                    and 14 sul-
phur.